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AMENDMENTS TO THE CLAIMS 

This listing of claims will replace all prior versions listings of claims in the 
application: 

LISTING OF CLAIMS: 

1. (currently amended): A porous eeraniic materia l comprisin g, produoed by a proo e ss 
comprising steps of: 

' tomoraing-a fibrous motrix in an aqueous solution containing a metal source, a surfactant 
and ur e a, and beating the aqueous soteion w a s- te i d e posit a metallic oompe a E i d r» H - the - outer 
su rfaee - ejNb e r g ^brpusmtr ^ ^ 

e liminating the fibrous matr - ix - ibom the resulting fifaroua matrix b e aring the deposit e d 
eaefetllie-eompoimd on th e outer surfac e ther e of, 

wherein th e poroug eojomio mat e rial hos a hollow fi brous structure, and th e hollow 
wherein the fibrous structure comprises mesopores having a diameter of 2 nm to SO nm On the 
surface of the feeilew-fibrous structure. 

2. (original): A porous ceramic material according to Claim 1, which is a substantially 
hollow fiber or a substantially solid fiber. 



3 , (previously presented): A porous ceramic material according to Claim 1, wherein the 
mesopores have a pore structure coniprising a hexagonal structure. 
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4. (previously presented): A porous ceramic material according to Claim 1, wherein ^e 
porous ceramic material comprises at least one member selected from the group consisting of 
alumina, titania, tin oxide, zirconia, zinc oxide and silica. 

5. (previously presented): A porous ceramic material according to Claim 4, wherein the 
porojis ceramic material comprises one member selected from the group consisting of alumina, 
titania and tin oxide. 

6. (previously presented): A porous ceramic material according to Claim 1 , which is a 
fibrous porous aluminum oxide comprising mesopores having a diameter of 2 nmto 10 nm. 

7. (previously presented); A porous ceramic material according to Claim 1, which is at 
least one member selected from the group consisting of a catalyst, a catalyst cairier, a 
photocatalyst, a sensor and an oxide conductor. 

8. (withdrawn) A process for producing a porous ceramic material, comprising the steps 

of: 

inamersing a fibrous matrix in an aqueous solution containing a metal source, a surfactant 
and urea, and heating the aqueous solution so as to deposit a metallic compound on the outer 
siffface of the fibrous matrix; and 

eliminating the fibrous matrix from tiie resulted fibrous matrix bearing the deposited 
metallic compound on the outer surface tiiereof. 

3 
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9. (withdrawn) A process for producing a porous ceramic material according to Claim 8, 
wherein the step of eliminating the fibrous matrix comprises firing the fihrous matrix hemng the 
deposited metallic compound so as to burn out the fibrous matrix. 

10. (withdrawn) A process for producing a porous ceramic material according to Claim 
9, wherein firing is conducted at 500"'C to 1 ^OO'C for 60 minutes or longer. 

1 1. (withdrawn) A process for producing a porous ceramic material according to Claim 
8, wherein ihe fibrous matrix is at least one selected fi-om the group consisting of a cotton fiber, a 
wool fiber and a synthetic fiber. 

12. (withdrawn) A process for producing a porous ceramic material accordifig to Claim 
1 1 , wherein the fibrous matrix is a cotton fiber. 

13. (withdrawn) A process for producing a porous ceramic material according to Claim 
8, wherein the metal source is at least one selected fi-om the group consisting of Al halide, Al 
alkoxide, Al sulfate, Al oxysulfate, Al nitrate, Al acetate, Al oxalate, aluminate, Ti balide, Ti 
alkoxide, Ti sulfate, Ti oxysulfate, Ti nitrate, Ti acetate, Ti oxalate, litanate, Sn halide, Sn 
alkoxide, Sn sulfate, Sn oxysulfate, Sn nitrate, Sn acetate, Sn oxalate, stannate, Si halide, Si 
alkoxide, Si suif^e, Si oxysulfate, Si nitrate, Si acetate. Si oxalate, silicate, Zr halide, Zr 
alkoxide, Zr sul^te, Zr oxysulfate, Zr nitrate, Zr acetate, Zr oxalate, Zn halide, Zn alkoxide, Zn 
sulfate, 2n oxysulfate, Zn nitrate, Zn acetate, Zn oxalate, and hydrates thereof. 

4 
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14. (withdrawn) A process for producing a porous ceramic material according to Claim 
13, wherein the metal source is at least one of A1CN03)3, AICI3, and hydrates thereof. 

1 5. (withdrawn) A process for producing a porous ceramic material according to Claim 
8, wherein thp surfactant is an anionic surfactant containing a dodecyl sulfate ion. 

16. (withdrawn) A process fof producing a porous ceramic material according to Claim 
15, wherein the surfactant is sodium dodecyl sulfate. 

17. (withdrawn) A process for producing a porous ceramic material according to Clairn 
8, wherein the aqueous solution contains 1 part by mole to 10 parts by mole of the surfactant, 10 
parts by mole to 50 parts by mole of urea and 1 part by mole to 100 parts by mole of water with 
respect to 1 part by mole of the metal source. 

18. (withdrawn) A process for producing a porous ceramic material according to Claim 
8, wherein the inunersing of the fibrous matrix in the aqueoys solution is conducted at the 
aqueous solution temperature of ^G*'C to 90^C for 1 hoia* or longer. 



